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) Trager mit einem metallenen Hohlkorper und einem Kern 

) Ein Trager mit einem auBeren metallenen Hohlkorper (3) 
und einem Leichtstoffkern (4) besltzt auf der AuBenflSche 
des Leichtstoffkerns (4) eine metallene Schicht (7) aus 
einem Opfermetall, die zum Korrosionsschutz der Innenfla- 
che des Hohlkdrpers (3) dient. 



3 2 8 I 7 



M 
UJ 

Q 




6 8 5 



BUNDESDRUCKEREI 01.93 208 069/653 3/52 



DE 42 27 393 Al 



1 

Beschreibung 



Die Erfindung betrifft einen Trager gemaB dem Ober- 
begriff des Patentanspruchs W£ < 

ser Art sind fur den Einsatz als bei emem Crash defimert 5 
verformbare Trager beispielsweise aus der DE-OS 
22 22 557,B62D 29/04,bekannt . 

Der Erfindung liegt die Aufgabe zugrunde, bei einem 
derartigen Trager die Korrosionsanfalhgkeit des Me- 
talls des Hohlkorpers im Bereich des von diesem urn- ,o 
schlossenen Raumes zu vemngem. 

Die erfindungsgemaBe Losung dieser Aufgabe be- 
steht in den kennzeichnenden Merkmalen des Hauptan- 
spruchs, vorteilhafte Ausbildungen der Erfindung be- 
schreiben die Unteranspriiche. . » 5 

Wie die Unteranspriiche zum Ausdruck bnngen, kann 
der Korrosionsschutz unter RUckgriff au : die elektrisch 
leitende Schicht auf dem Kern auf verschiedene Weise 
realisiert werden Beispielsweise kann unter Wanning 
eines Isolierabstands zwischen dieser durch erne Folie 20 
oder durch Aufdampfen realisierten metallischen 
Schicht einerseits und dem Hohlkdrper andererseits die 
Mdglichkeit gegeben werden, durch Anlegen einer jlek- 
trischen Spannung zwischen der Schicht und dem Hohl- 
kdrper diesen gleichsam galvanisch mil einem Uberzug 25 
aus einem Opfermetall. wie Zink, ^ versehen. Es 1st 
jedoch auch mdglich. den Kern unterhalb der definier- 
ten Schicht mit einem Mantel mit durch Warmezufuhr 
aufschaumbaren Material zu versehen; bei der Warme- 
zufuhr driickt dann der sich beim Schaumvorgang aus- 30 
dehnende Mantel die Schicht gegen die Innenflache des 
Hohlkorpers, so daB der fur den kathodischen Korro- 
sionsschutz erforderliche Kontakt der zu schutzenden 
Oberflache mit dem Opfermetall hergestellt wird. Em 
besonderer Vorteil dieser Herstellung des erfindungs- 35 
gemaBen Tragers ist darin zu sehen. daB fur den 
Schaumvorgang eine ohnehin erforderliche Warmezu- 
fuhr ausgenutzt werden kann, namlich beispielsweise 
zum VerschweiBen der Teile eines mehrteiligen Hohl- 
korpers und/oder eine Tauchlackierung in heiBem Lack. 40 

Ein Ausfuhrungsbeispiel eines erfindungsgemaBen 
Tragers wird im folgenden anhand der Zeichnung erlau- 
tert die einen Querschnitt wiedergibt 

In diesem Ausfuhrungsbeispiel ist ein aus zwei Teilen 
1 und 2 durch SchweiBen zusammengesetzter auBerer 45 
Hohlkorper 3 angenommen, in dem sich der allgemein 
mit 4 bezeichnete Leichtstoffkern befindet Sein eigent- 
licher Kern 5 besteht aus Polyurethan oder Aluminium- 
Hartschaum. dariiber befindet sich der Mantel 6 aus 
einem durch Warmezufuhr aufschaumbaren Material, 50 
beispielsweise Blahglimmer oder Butylkautschuk. Ge- 
eignet ist auch ein Gemisch von Kapseln, die unter- 
schiedliche Komponenten eines Polyurethanmaterials 
enthalten. die in Mischung bei Warmezufuhr aufschau- 
men und harten. Die Kapselwande bestehen dabei aus 55 
einem nicht temperaturresistenten Material. 

Gleichsam die auBere Umhullung bzw. auBere Ober- 
flache des Leichtstoffkerns 4 bildet die Metailschicht 7, 
die in diesem Ausfuhrungsbeispiel aus einem Opferme- 
tall wie Zink, besteht Zwischen Leichtstoffkern 4 emer- eo 
seits und Hohlkorper 3 andererseits erkennt man elek- 
trisch isolierende Distanzhalter 8. 

Diese Distanzhalter ermoglichen das Anlegen einer 
elektrischen Spannung zwischen der Schicht 7 einerseits 
und dem Hohlkdrper 3 andererseits. beispielsweise 6 s 
durch Einfuhren einer elektrischen Elektrode 9 durch 
eine Ausnehmung im Hohlkorper 3. Diese elektnsche 
Spannung sorgt fUr einen galvanischen Niederschlag 



aus dem Material dar Schicht 7 auf der Innenflache des 
Hohlkorpers 3. Es ist jedoch auch mdgltch, durch War- 
mezufuhr und dadurch bedingtes Aufschaumen des Ma- 
terials des Mantels 6, ggf. unter Verzicht auf die isolie- 
renden Distanzhalter 8, die Schicht 7 zur ummttetaKn, 
flachigen Auflage auf der Innenflache des Hohlkorpers 
3 zu bringen, wodurch ebenfalls der zum Korrosions- 
schutz erforderliche Kontakt zwischen dem Opfermate. 
rial der Schicht 7 und der Innenflache des Hohlkorpers 3 

gC M? de^^ ist demgemaB ein bei Verwendung 
eines Leichtstoffkerns auch bei niedrigem Gewicnt stei- 
fer ggf. definiert verformbarer gattungsgemaBer Tra- 
ger geschaffen,dessen Innenflache gegen Korrosion ge- 
schtttzt ist 



Patentanspruche 

1. Trager mit einem auBeren metallenen Hohlkdr- 
per und einem Kern, insbesondere einem Leicht- 
stoffkern, in diesem, dadurch gekeroizeichnet. daB 
der Kern (4) eine elektrisch leitende Schicht (7) 
tragt 

2 Trager nach Anspruch I, dadurch gekennzeich- 
net daB der mit der Schicht (7) versehene Kern (4) 
iiber elektrisch isolierende Distanzhalter (8) in 
Hohlkdrper (3) abgestiitzt ist 
3. Trager nach Anspruch 1 oder 2, gekennzeichnet 
durch eine Schicht (7) aus einem Opfermetall. 

4 Trager nach den Ansprilchen 2 und 3, dadurch 
gekennzeichnet, daB der Hohlkdrper (3) innensemg 
mit einem durch Anlegen einer elektrischen Span- 
nung zwischen ihm und der Schicht (7) erzeugten 
Oberzug versehen ist . 

5 Trager nach Anspruch 3, dadurch gekennzeich- 
net daB der Kern (4) unterhalb der Schicht (7) einen 
Mantel (6) aus durch Warmezufuhr aufgeschaum- 
tem Material besitzt, das die Schicht (7) gegen den 
Hohlkdrper (3) driickt 

6. Trager nach Anspruch 5, dadurch gekennzeich- 
net daB der Mantel (6) aus einem Material nach Art 
von Blahglimmer oder Butylkautschuk besteht. 
7 Trager nach einem der Anspriiche 1 bis 6, da- 
durch gekennzeichnet, daB die Schicht (7) eine Fo- 
lie ist 

8. Trager nach einem der Anspriiche I bis o. ge- 
kennzeichnet durch eine aufgedampfte Schicht (7). 

Hierzu 1 Seite(n) Zeichnungen 
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54. Carrier with a metal hollow body and a core 

A carrier with an outer metal hollow body (3) and a light-density material core 
(4) has on the outer surface of the light-density material core (4) a metal layer 
(7) of a sacrificial metal which serves for corrosion protection of the inner 
surface of the hollow body (3). 
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Description 

The invention concerns a carrier according to the preamble of claim 1 . Carrier 
5 arrangements of this type are known for use as carriers offering defined 
deformation in a crash for example from DE-OS 22 22 557, B62D 29/04. 

The object of the invention is to reduce in such a carrier the corrosion 
susceptibility of the metal of the hollow body in the area of the cavity 
10 surrounded thereby. 

This object is achieved according to the invention by the characterising features 
of the main claim, advantageous refinements of the invention being described 
in the sub-claims. 

15 

As the sub-claims show, corrosion protection can be achieved using the 
electrically conductive layer on the core in various ways. For example while 
maintaining an insulation gap between this metallic layer formed by a film or by 
vapour-deposition on the one side and the hollow body on the other, it is 

20 similarly possible by application of an electrical voltage between the layer and 
the hollow body to coat this body galvanically with a coating of a sacrificial 
metal such as zinc. It is however possible to provide the core below the defined 
layer with a casing of material which can be foamed by the supply of heat; on 
the provision of heat, the casing which expands under the foaming process 

25 presses the layer against the inner surface of the hollow body so that the 
contact necessary for cathodic corrosion protection of the surface to be 
protected is produced with the sacrificial metal. A particular advantage of this 
production of the carrier according to the invention lies in the utilisation for the 
foaming process of a heat supply which is provided in any case, namely for 

30 example for welding the parts of a multi-part hollow body and/or dip-coating in 
hot paint. 
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An embodiment of a carrier according to the invention is described below with 
reference to the drawing which shows a cross-section. 

In this embodiment an outer hollow body 3 is assumed composed of two parts 
5 1 and 2 by welding, in which body is the light-density material core generally 
marked 4. The actual core 5 consists of polyurethane or aluminium hard foam, 
above which is the casing 6 of a material which can be foamed by the supply of 
heat, for example expanded mica or butyl rubber. A mixture of capsules 
containing different components of a polyurethane material which can foam and 
10 harden in the mixture as the heat is supplied, is also suitable. The capsule walls 
consist of a non-temperature-resistant material. 

Similarly the outer casing or outer surface of the light-density material core 4 is 
formed by the metal layer 7 which in this embodiment consists of a sacrificial 
15 metal such as zinc. Between the light-density material core 4 on one side and 
the hollow body 3 on the other is an electrically insulating spacer 8. 

This spacer allows the application of an electrical voltage between the layer 7 
on one side and the hollow body 3 on the other, for example by the insertion of 

20 an electrical electrode 9 through a recess in the hollow body 3. This electrical 
voltage then ensures a galvanic deposition from the material of the layer 7 to 
the inside surface of the hollow body 3. It is however also possible by the 
supply of heat and by suitable foaming of the material of the casing 6, where 
applicable with omission of the insulating spacer 8, to bring the layer 7 into 

25 direct superficial contact on the inner surface of the hollow body 3 whereby also 
the contact necessary for corrosion protection can be guaranteed between the 
sacrificial material of the layer 7 and the inner surface of the hollow body 3. 

The invention consequently creates a generic carrier, where applicable 
30 deformable in a defined manner, and rigid even with low weight when a light- 
density material core is used, the inner surface of which carrier is protected 
against corrosion. 
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Claims 

1 . Carrier with an outer metal hollow body and therein a core, in particular a 
light-density material core, characterised in that the core (4) carries an 
electrically conductive layer (7). 

2. Carrier according to claim 1 , characterised in that the core (4) with the 
layer (7) is supported via electrically insulating spacers (8) in the hollow 
body (3). 

3. Carrier according to claim 1 or 2, characterised by a layer (7) of a 
sacrificial metal. 



4. Carrier according to claims 2 and 3, characterised in that the hollow body 
15 (3) on the inside has a coating generated by application of an electrical 

voltage between it and the layer (7). 

5. Carrier according to claim 3, characterised in that the core (4) below the 
layer (7) has a casing (6) of material foamed by heat supply which 

20 presses the layer (7) against the hollow body (3). 

6. Carrier according to claim 5, characterised in that the casing (6) consists 
of a material of a type of expanded mica or butyl rubber. 

25 7. Carrier according to any one of claims 1 to 6, characterised in that the 
layer (7) is a film. 
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Carrier according to any one of claims 1 to 6, characterised by a vapour- 
deposited layer (7). 
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